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) M'rt Computer bedruckbares Verbundmaterial, insbesondere zur Herstellung von Vlsttenkarten 

) Mit Computerdruckern bedruckbares Verbundmaterial, 
insbesondere zur Herstellung von beschriebenen und/ 
oder bebflderten Informationskarten bzw. Schildern, urn- 
fassend eine Lage aus einem flexiblen flachenformigen, 
eine innere und eine a u Sere Oberfiache autweisenden 
Tragermaterial, ein daruberliegendes flachenformiges, 
eine innere und eine aufiere Oberfiache autweisenden In- 
formationskarten material und eine dazwischen angeord- 
nete Kleberschicht, welch e die innere Oberfiache desTra- 
germaterials und die innere Oberfiache des Informations- 
karten materials in einer befm Bedrucken stabilen, jedoch 
spater losbaren Weise miteinander verbindet wobei im 
Verbundmaterial das Informationskarten material die In- 
fo rmationskarte bereits vollstandig, ohne Belassen von 
Stanzstegen ausgestanzt in gleicher Ebene enthSIt und 
dessen a u Sere Oberfiache mit Computerdruckern be- 
schriftbar 1st dadurch gekennzeichnet, daS die Kleber- 
schicht zum Tragermaterial eine geringere Adhasivitdt 
aufweist als zur Info rmationskarte und dfese beim Abld- 
sen an der inneren Oberfiache der Info rmationskarte haf- 
ten bleibt und daS die Klebeschicht nach dem Abldsen 
auf der freiliegenden Kartenseite freiliegende Leim- 
schfcht nicht klebrig 1st 
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n Mit Computer bedruckbares Verbundmaterial , insbesondere 
zur Hers t el lung von Visitenkarten" 

Beschreibung 

Die Erfindung betrifft ein mit Computerdruckern bedruck- 
bares Verbundmaterial aus einem flexiblen Tragermaterial, 
einem Informationskartenmaterial und einer dazwischen 
angeordneten Kleberechicht , das insbesondere zur Herstel- 
lung von beschrif teten und/oder bebilderten Informations- 
karten bzw. Schildern wie Visitenkarten, Tischkarten, 
Post- und Gluckwunsch- und Fotokarten sowie Formularen, 
etc. geeignet ist. 

Mit der Verbesserung der Computerdrucker, insbesondere der 
Laserdrucker und Tintenstrahldrucker kdnnen nun auch in 
Einzelanf ertigung Schwarz/Weifi- sowie Farbdrucke von hoher 
Qualitat und in kleinen Auflagen von jedermann mit Hilfe 
eines Computer programmes hergestellt werden. Da f ruber die 
Herstellung von optisch sauberen Drucken fur beispiels- 
weise Visitenkarten , Tischkarten, Aus we is en, Formularen 
etc* nur mittels teurer und aufwendig zu bedienender 
Offset-Druckereien mdglich war, bestand daher ein Bedarf, 
diese kostenintensive Art der Druckerei durch billigere 
Techniken zu ersetzen. Computerdrucker haben jedoch den 
Nachteil, daft diese ausschlieSlich fOr den Betrieb von 
genormten Papier en, wie DIN A4, DIN A3, etc. eingestellt 
sind, Visitenkarten, Formulare, Tischkarten, Ausweise, 
etc. jedoch eine wesentlich kleinere Form aufweieen, 
welche von solchen Druckern nicht mehr verarbeitet werden 
kann. 




Es ist daher bereits versucht worden, derartige bedruck- 
bare Papiere bereitzustellen, die zum Bedrucken mit 
Computerdruckern geeignet sind. 

Es sind bereits auf DIN A4-B6gen angeordnete Visiten- und 
Tischkarten bekannt, die sich nach dem Bedrucken aus dem 
Papierbogen heraustrennen lass en. Zur Erleichterung dee 
Heraustrennens sind die Render der Karten mit einer 
vorgefertigten Mikroperf oration versehen, entlang derer 
die Visitenkarten void Bogen abgetrennt werden kSnnen. 
Solche bedruckbaren Kartenbdgen werden beispielsweise von 
der Firma Sigel GmbH + Co, 86690 Mertingen, Deutschland, 
zusammen mit der entsprechenden Software unter der Be- . 
zeichnung "CARDDESIGNER* n vertrieben. Obwohl derartige 
Mikroperforationen heute unter der Belassung von kleinsten 
Stanzstegen durchfuhrbar sind, haben sie doch den Nach- 
tell, daft der Eindruck entsteht, die Render seien ausge- 
. franst Oder uneben. Es besteht daher der Bedarf, bedruck- 
bare Karten bereitzustellen, die keine solchen Stanzstege 
auf we is en. 

In der DE-A 44 20 027 wird vorgeschlagen, derartige 
bereits vom restlichen Papierbogen vollstSndig ausge- 
stanzte Karten mit mindestens einem schmalen, mit einem 
Haftkleber einseitig beschichteten Klebeband zu versehen r 
das die^ linienf 6rmigen StoSstellen zwischen benachbarten 
Reihen von Karten und/oder zwischen den Karten und dem 
restlichen Bogenmaterial (Tr&germaterial) Oberdeckt und 
dabei die Bestandteile dieses Verbundes aneinander heftet. 
Derartige Verbundmaterialien haben jedoch den Nacbteil, 
daft das beschichtete Klebeband aus Kunststoff besteht und 
daher schwer zu recyceln 1st. Daruber binaus besteht die 
Gefahr, daS sich beim Gebrauch die Klebestellen voneinan- 
der Idsen. 
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Eine weitere Vorgehensweise zur Herstellung eines TrSger- 
materials ist in der EP-A 83 69 53 beschrieben. Dabei let 
ein Formular mit einer heraustrennbaren Karte an der 
Formularrttckseite mittels eines Schaileime auf ein 
Tragermaterial aufgeklebt, das die Karte -im Formular halt* 
Die Karte ist dabei ein durch ein von der Formularvorder- 
seite her zur Tragerschicht hin ausgeffthrter Stanzling. 
Nach dem Ablosen vom Tragermaterial ist die Karte frei von 
irgendwelchem Klebermaterial. 

Die Erfindung hat daher zum Ziel, derartige mit Computer- 
druckern bedruckbare Verbundmaterialien bereitzustellen, 
die insbesondere zur Herstellung von Visitenkarten, 
Tischkarten, Formularen und Ausweisen etc. geeignet sind, 
und die bereits im Verbund ohne Belassen von Stanzstegen 
vollumlaufend vorgestanzt sind, aber sich dennoch beim 
Bedrucken in Computerdruckern nicht vom TrSgermaterial 
ablosen • 

Dieses Ziel wird erf indungsgemSB durch die Bereitstellung 
eines bedruckbaren Verbundmaterials zur Herstellung von 
beschriebenen und/oder bebilderten Informationskarten bzw. 
-schildern gem§8 den AnsprOchen errelcht. 

Das erf indungsgemSBe Verbundmaterial umfa£t eine Lage aus 
einem flexiblen Tragermaterial, eine fiachige Lage aus 
einem die Karten bereits in ausgestanzter Form enthalten- 
den Kartenmaterial sowie eine dazwischen angeordnete 
Leimschicht, welche die Lage aus dem Tragermaterial und 
die Lage aus dem Kartenmaterial in einer beim Bedrucken 
stabilen, jedoch spater wieder ldsbaren Weise miteinander 
laminiert, wobei das Kartenmaterial mindestens eine im 
Verbundmaterial aufienllegende, mit Computerdruckern 
beschriftbare Seite aufweist, und die Leimechicht zum 
Tragermaterial eine geringere Adhasivitat aufweist als zur 
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ausgestanzten Karte und wobei die Leimschicht beim Abldsen 
an der Informationskarte haften bleibt und die nach dem 
Abldsen freiliegende Leimschicht nicht mehr klebrig ist. 

In einer besonders bevorzugten AusfQhrungsform bestehen 
sowohl das flexible TrSgermaterial als auch das die 
spStere Karten, Formulare, etc, bildende Kartenmaterial 
aus einem recyclingf Shigen Material, insbespndere einem 
Papier. Dabei ist das Kartenmaterial vorzugsweise ein 
etwas starkeres Papiermaterial mit einer Grammatur von 
vorzugsweise 150-250 g/m« und das TrSgermaterial ein 
dOnneres Papier mit einer Grammatur von vorzugsweise 25-80 
g/m*, insbesondere 30-60 g/m* , z.B. 40-45 g/m* . Besonders 
bevorzugt sind dflnne, flexible Pergamentpapiere oder 
Naturpapiere. 

In einer bevorzugten Ausfflhrungsform wird das Tr3germate- 
rial mindestens auf der im Verbund inneliegenden, zur 
Klebeschicht und zum die Karten und Formulare enthaltenden 
Informationstrager zugewandten Seite wenigstene im Bereich 
der abzuldsenden Karten mit einem Release-Coat beschich- 
tet, so daS die innere Oberfliche des TrSgermaterials zur 
angrenzenden Leimschicht eine geringere AdhasivitSt 
aufweist als die innere Oberflache des Kartenmaterials. 
Bevorzugte Release-Coats sind silikonisierte 
Beschichtungen. 

Besonders zweckmifiig sind Release-Coats, die ein Gemisch 
aus einem mittels einem Leimwerk, vorzugsweise einem 
Druckwerk, wie einem Flexodruckwerk, auftragbaren Lack 
umfassen. Bevorzugte Lacke sind Acrylate sowie Mischungen 
da von, insbesondere von di- und polyf unktionalen 
Acrylaten. Vorzugsweise weisen sie einen die Polymer iea- 
tionsreaktion startenden Fotoinitiator auf. Typische 
Fotoinitiatoren sind dem Fachmann bekannt. Besonders 



geeignet sind vergilbungsf reie Fotoinitiatoren. Derart 
typische radikalische Fotoinitiatoren sind 2,2- 
Dimethoxy-1 ,2-diphenylethanon- [Benzyl -Mono (dimethyl- 
ketal)] , (l-Hydroxycyclohexyl)phenylmethanon, 2-Hydroxy- 
2-Methyl-l-Phenyl-l-Propanon Oder auch a,a-Dlethoxyaceto- 
phenon (DEAP). Weitere Fotoinitiatoren sind 
Benzoinmethylether und 2-t-Butylanthrachinon. Die Konzen- 
tration des Fotoinitiators im UV-hSrtbaren Lack 1st in 
allgemeinen von der Lichtintensitat der verwendeten 
UV-Lampe und der Verweildauer hierunter abhangig. Mit 
Oblichen Auftrag- und Reaktionsmaschinen haben sich 
Konzentrationen von 2-10 Gew.-%, insbesondere 4-8, vor- 
zugsweise 5-7 Gew.-% als zweckmasig erwiesen. Der Fotolack 
enthSlt gegebenenfalls weitere Hilfsmittel sowie geeignete 
L6sungsmittel. Dem UV-Lack wird zweckmSfiigerweise ein 
AbstoSungsmittel, Oblicherweise ein Silierungsmittel 
zugesetzt. Zweckmasige Mittel sind Siloxane und Siloxene, 
insbesondere Dimethylsiloxene, wie Polydimethyleiloxen. 
Diese sind in der aus AbstoSungsmittel und Lack gebildeten 
Release-Coat-Mi schung Oblicherweise in einer Menge von 
9-15 Gew.-%, vorzugsweise 11-14 Gew.-% vorhanden. 

Bevorzugte Fotoinitiatoren sind solche, die bei einer 
WellenlSnge von 200-380 mn aktiviert werden. Eine zweck- 
masige Strahlungshartung betrSgt 0,5-5 Joule/cm 8 ; vor- 
zugsweise 0,5-1,5 Joule/cm 8 . Vorzugsweise werden Mi- 
schungen von mindestens 2, zweckmasigerweise 3-5, insbe- 
sondere 4 Fotoinltoren verwendet. 

Der Leim zum Verkleben der beiden Lagen ist vorzugsweise 
aus Klebstoffen ausgewShlt, die zum Verkleben von saugfa- 
higen Materialien verwendet werden. Bevorzugt sind 
insbesonders Hei8siegelkleber, die einen Erweichungspunkt 
von mindestens 55°C und eine Siegeltemperatur von minde- 
stens 75, vorzugsweise mindestens 120°C aufweisen. Eine 
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Siegeltemperatur oberhalb von 280°C 1st zwar mdglich, 
jedoch nicht bevorzugt. Zweckm&Bigerweise liegt die 
Siegeltemperatur unterhalb 200°C. Temperaturen im Bereich 
von 130-160°C sind besonders geeignet. Allerdings kdnnen 
bei der Herstellung auf Hascbinen mit hohen Bandlaufge- 
schwindigkeiten Siegeltemperaturen von ftber 300°C einge- 
setzt werden. 

Ale besonders zweckmafiig haben sich Polyacrylatmischungen 
sowie Polyester uhd Polyurethane sowie Mischungen davon 
erwiesen. Bevorzugt sind Polyester-Polyurethanmischungen, 
die in Form wdssriger Dispersionen im Handel erhSltlich 
sind. Durch Zugabe unterschiedlicher Hartermengen und 
unterschiedlicher Harterarten kann die Siegeltemperatur 
derartiger Kunstharzleime stufenlos uber weite Bereiche 
bin eingestellt werden. Oblicherweise werden die H&rter in 
einer Menge von 0,5-6 Gew.-%, vorzugsweise 1-4 Gew.-% zur 
Heiftsiegelklebermischung zugesetzt, wobei die Siegeltem- 
peratur erhdht wird. 

Derartige Klebstoffe werden so eingestellt, daft die mit 
ihnen hergestellten Leimschichten transparent sind und 
eine stumpfe Oberf l&che aufweisen. FOr eine stumpfe 
OberflcLche werden insbesondere Dispersionen mit Teilchen 
einer GroSe £0,01 urn, vorzugsweise £0,05 um und insbeson- 
dere £0,1 \im verwendet. Die obere Teilchengrenze liegt 
Oblicherweise bei 1 um, insbesondere bei 0,5 um. Besonders 
bevorzugt e TeilchengrdSen sind 0,2 urn. 



Obliche HSrter fttr Polyester-Polyurethanmischungen sind 
Isocyanate, insbesondere Polyisocyanate . 

Oblicherweise werden die Dispersionskleber derart aufge- 
tragen, daft sie nach dem Auftragen ein Trockengewicht von 
6-8 g/m a aufweisen. Das Nafiauf traggewicht liegt 
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ablicherweise bei 15-30, insbesondere. bei 18-22 g/m 1 , 
wobei 20 g/m 1 besonders bevorzugt sind. 

Oblicherweise wird der Kleber vollfl§chig in Form eines 
Filmes aufgetragen. In einer bevorzugten Ausffihrungsform 
wird im Bereich der abldsbaren Karten eine geringere Menge 
Leim aufgetragen al& im flbrigen Bereich. In einer weiteren 
bevorzugten Ausf fihrungsform weist der Bereich um die den 
Umfang bzw. den Kartenrand def inierenden Stanzlinien herum 
eine stSrkere Leimschicht auf , beispielsweise dadurch, daft 
der Leim dort dicker aufgetragen 1st. Oblicherweise ist 
die verstarkte Leimschicht etwa 3-15 mm, insbesondere 5-10 
mm brelt. In der Mitte der Karte kann dann der Leim dQnner 
aufgetragen sein. 

In einer besonderen Ausf Qhrungsform wird der Kleber 
gerastert aufgetragen. Dabei wird der Kleber ablicherweise 
mittels Napfchen in Form von Klebstof fpunktchen aufgetra- 
gen. Die Klebstoffpfinktchen kdnnen sowohl gleichfdrmig 
fiber die gesamte FlSche als auch mit Bereichen unter- 
schiedlicher Dichte aufgetragen werden. Es hat sich als 
besonders zweckmaftig erwiesen, die Klebstof fpflnktchen im 
Bereich der Stanzschnitte dichter aufzutragen, und zwar 
vorzugsweise in den zur Druckereinzugsrlchtung quer 
verlaufenden Schnitten. In mittleren Bereich der Karten 
bzw. des Informationstragers, der von den Stanzschnltten 
weiter entfernt liegt, ist es mdglich, das Raster nur dQnn 
aufzutragen. Dadurch verbleibt die Visitenkarte an den 
beim Bedrucken problematischen Randbereichen besser 
haften, last sich jedoch weiterhin gut abldsen. Eine 
solche Punkterasterung 13ftt sich beispielsweise mittels 
Dosiereystemen wie Bubble-Jet, Magnetventil, Piezo-Inject 
Aktoren auftragen. 
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Das zuvor beschriebenen Verbundmaterial 1st beispielsweise 
dadurch erhdltlich, daS man aua einer ersten 
f Idchenformigen, eine auBere -und elne innere Oberf l<kche 
aufweisenden Bahn oder Lage aus einem flexiblen Trdgerma- 
terial und aus einer zweiten f lachenfdrmigen, eine duftere 
und eine innere Oberf lache aufweisenden Bahn bzw. Lage aus 
einem bedruckbaren Kartenmaterial mittels einer zwischen 
den beiden Bahnen angeordneten Leimschicht ein fl&chiges 
Verbundmaterial laminiert. Das Verkleben bzw, Laminieren 
wird erf indungsgemSS dadurch erreicht, daS man mittels 
einem auf die aufceren Oberf lSchen der beiden Bahnen 
druckausAbenden Walzwerk die inneren zueinanderweisenden 
Bahnenoberf l&chen fest zusammenpreftt , daS sie durch die 
Leimschicht fest aneinander haften. Nach dem Laminieren 
wird das Verbundmaterial von der aufieren Oberflache des 
bedruckbaren Kartenmaterials in vorbestimmte, die spdteren 
bedruckbaren Karten definierende Bereiche bestanzt. Der 
Stanzvorgang wird derart durchgef&hrt, daS der die Karten 
bzw. Schilder bildende Bereich durch das Stanzen voll- 
stdndig durchtrennt wird, ohne daft dabei Stanzstege 
belassen blelben. Auf diese tfeise werden nach dem Abldsen 
der Karte aus dem Verbundmaterial glatte, saubere Seiten- 
kanten erhalten. Das Stanzen wird zwar vorzugsweise bis in 
die Leimschicht hinein, nicht jedoch so tief ausgeffihrt, 
daft die darunter liegende TrSgerschicht ihre Stabilit&t 
verliert. Vor dem Laminieren wird dann auf die innere 
Oberf 1 ache des flexiblen TrSgermaterials und /oder des 
flexiblen Kartenmaterials zumindest in den die bedruckba- 
ren Karten definierende Bereiche der zuvor def inierte 
Release-Coat aufgetragen, getrocknet und auf zumindest 
einer der beiden inneren Oberf ldchen mittels einea Druck- 
werkes ein Leim aufgetragen. Nach dem Laminieren wird der 
Leim getrocknet und/oder gehSrtet. Der Leim wird 
erf IndungsgemSft in einer solchen Menge und Art aufgetra- 
gen, daft der Verbund beim Bedrucken fest aneinander 
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haftet, die ausgestanzten Karten sich jedoch aus dem 
Verbundmaterial zerstdrungsfrei herausldsen lassen. Dabei 
wird bei der Herstellung der Leim derart getrocknet 
und/oder ausgehSrtet, daS die verbleibende Leimschicht 
nach dem Abldsen der ausgestanzten Karten aus dem Ver- 
bundmaterial nicht mehr klebrig 1st. Vorzugsweise wird die 
Stanzung mittels eines urn seine LSngsachse rotierenden 
Stanzzylinders ohne Belassen von Stanzstegen durchgef Ohrt. 

Derartige Verbundmaterialien werden zur Herstellung von 
beschriebenen und/oder bebilderten Informationskarten bzw. 
Schildern verwendet. Derartige Karten und Schilder sind 
vorzugsweise Visitenkarten, Firmenausweise, insbesondere 
temporare Firmenausweise, Post-, Glilckwunsch- und Einla- 
dungskarten sowie Tischkarten, Fotokarten und Fotobilder, 
insbesondere £Ar die digitale Fotographie, sowie Ein- 
steckschilder fur Regale, Hangemappen, Ordner und Namens- 
schilder fur Seminare etc. Auch zur Herstellung von 
Einlegern fur Behaiter fQr Datentr&ger, wie fur CD-Boxen, 
sog. Tool-Boxen, ZIP-Tr&ger, Disketten, Schallplatten und 
ahnlichem sind die erf indungsgem§6en Verbundmaterialien 
verwendbar. Die Karten weisen vorzugsweise die g&ngigen 
GroEen wie DIN-A6 Oder DIN-A7, ubliche VisitenkartengrdBen 
sowie die Qblichen FotogrdBen 10x15, 9x13 bzw. 12x18 cm 
auf . 

Die Erf indung soil am folgenden fieispiel n&her erldutert 
werden. 

Fig. 1 zeigt elnen erf indungsgemaSen Bogen von seiner 
bedruckbaren Vorderseite. Dabei sind zehn vorgestanzte 
Karten nebeneinander in LSngsrichtung derart angeordnet, 
daft zwischen ihnen ein Verst&rkungssteg stehen bleibt. Die 
in Einzugsrichtung ISngs verlaufenden Stanzstege, welche 
die schmalen Kartenseiten definieren, laufen bis zua 
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Blattende durch und erleichtern nach dem Bedrucken das 
Abknick6n bzw. das Herausldsen der Karten. Die quer zur 
Einzugsrichtung verlaufenden Stanzlinien sind nicht 
volldurchlaufend, so daft jeweils links und rechts der 
Karte ein Bogensteg verbleibt, der einem scharfen Abknik- 
ken beim Einzug in den Drucker entgegenwirkt, so daft die 
quer verlaufenden Kartenseiten sich nicht so leicht 
abldsen. 

Bei der Herstellung elnes derartigen Bogens wird von einer 
ersten Endlosbahn ein Trlgerpapier mit einer Grammatur von 
45 g/m* abgerollt und in einem Leimauf trag mittels einem 
Druckwerk mit einem Flexolack, der 12% eines Silikons 
(Polydimethylxyloxen) ale AbstoSungsmittel oder Repellent 
und 36% eines difunktionellen Monoacrylacrylats sowie 45% 
eines polyfunktionellen Acrylats zusammen mit 5% eines 
Fotoinitiators aufweist, in einer Konzentration von ca. 
.20g/n a NaSgewicht aufgetragen und anschliefcend mittels 
einer UV-Lampe geh&rtet. Nach dem Trocknen wird ein mit 
einer das Silikonrepellant enthaltende Trennschicht 
beschichtetes erstes Endlospapier erhalten, das in einem 
weiteren Arbeitsgang mit einer den spSteren Informations- 
trager bildenden zweiten, ebenfalls endlosen Kartonbahn 
mit einer Grammatur von 185 g/m 8 in einer Zweibahnmaschine 
zusammengefflhrt, d. h. naft kaschiert wird, Vor dem Ka- 
schieren wird diese zweite Endlosbahn mittels einem 
Kunstharzleim bestehend aus einer Polyesterpolyurethan- 
Dlspersion in einer Menge von ca. 20 g/m« naft beschichtet 
(entsprechend 8g/m« Trockengewicht) . Nach dem Zusammen- 
fflhren dieser beiden Bahnen in der zuvor gen aim ten Zwei- 
bahnenmaschine wird das erhaltene Verbundmaterial mittels 
einem Infrarottrockner bei ca. 150°C erw^rmt, wobei ggf . 
vorliegender HSrter aktiviert wird und der 
Disperionsklebstoff aushflrtet und gleichzeltig getrocknet 
wird. Danach werden mittels einer Schnittstanzung die 
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Karten etc. aus dem Bndlosverbund ausgestanzt und die Bahn 
in DIN-gerechte Papierbdgen geschnitten bzw. gestanzt. Mit 
solchen Bogen hergestellte Visit enkarten weisen den 
Vorteil auf , daS sie nach den Herauslosen aus dem Verbund 
auch von der Rflckseite her mittels normalen Kugelschrei- 
bern oder Fttllern beschriftbar sind, aber durch den 
aufgetragenen anhaftenden Leim gegen Verschmutzung ge- 
schQtzt sind, und zwar auch dann noch, wenn der Leim nur 
in Punktrastern aufgetragen worden 1st. 

In einer weiteren bevorzugten Ausf uhrungsform kann auch 
die Vorderseite der Visitenkarten noch mit einem dOnnen 
Leimauf trag versehen werden, der das Bedrucken mittels 
Tintenstrahl- und Laserdruckern nicht behindert. 
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SchutzansprQche 

1. Mit Computerdruckern bedruckbares Verbundmaterial f 
insbesondere zur Herstellung von beschriebenen 
und/oder bebilderten Informationskarten bzw. Schil- 
dern, umfaesend eine Lage aus einem flexiblen 
f lachenformigen, eine innere und eine auBere Ober- 
flache aufweisenden Tragermaterial, ein darfiberlie- 
gendes f lSchenf drmiges, eine innere und eine Suftere 
Oberflache aufweisenden Informationskartenmaterial 
und eine dazwischen angeordnete Kleberschicht, welche 
die innere Oberf lache des Trigermaterials und die 
innere Oberflache des Informationskartenmaterlals in 
einer beim Bedrucken stabilen, jedoch spdter 16sbaren 
Weise miteinander verbindet, 

wobei in Verbundmaterial das Informationskartenmate- 
rial die Informationskarte bereits vollstandig, ohne 
Belassen von Stanzstegen ausgestanzt in gleicher 
Ebene enthSlt und dessen auBere Oberflache mit 
Computerdruckern beschriftbar ist, dadurch gekenn- 
zeichnet, daft die Kleberschicht zum Tragermaterial 
eine geringere Adhasivitat aufweist als zur Informa- 
tionskarte und diese beim Abldsen an der inneren 
Oberflache der Informationskarte haften bleibt und 
daft die Klebeschicht nach dem Abldsen auf der frei- 
liegenden Kartenseite freiliegende Leimschicht nicht 
klebrig 1st. 

Verbundmaterial nach Anspruch 1, dadurch gekenn- 
zeichnet, daft das Trager material zumindest im Bereich 



seiner der Information9karte zugewandten inneren 
Oberflache mit einem Release-Coat versehen 1st, 

Verbundmaterial nach Anspruch 2, dadurch gekenn- 
zeichnet, daft der Release-Coat ein UV-hSrtbarer Lack 
oder Firniss 1st. 

Verbundmaterial nach einem der vorhergehenden An- 
sprQche, dadurch gekennzeichnet, daft das TrSgermate- 
rial zumindest im Bereich seiner der Informations- 
karte zugewandten inneren OberflSche eine Schicht 
aufweist, die ein Abstoftmittel, insbesondere ein 
Silikon enthait. 

Verbundmaterial nach einem der vorhergehenden An- 
sprikche, dadurch gekennzeichnet, daft der Kleber ein 
Kunstharzleim 1st. 

Verbundmaterial nach einem der vorhergehenden An- 
sprtiche, dadurch gekennzeichnet, daft der Kleber ein 
Polyurethan, Polyester und/oder Acrylleim ist. 

Verbundmaterial nach einem der vorhergehenden An- 
spruche, dadurch gekennzeichnet, daft der Kleber in 
einem Raster angeordnet ist, wobei die Rasterdichte 
in Richtung der Stanzllnien zunimmt. 

Verbundmaterial nach einem der vorhergehenden An- 
sprftche, dadurch gekennzeichnet, daft die Rasterdichte 
zu beiden Seite der Stanzlinie am hdchsten ist. 

Verbundmaterial nach einem der AnsprQche 1 bis 8 
als Dasismaterial zur Herstellung von Visitenkarten, 
Formularen, Ausweisen, Post-, Glflckwunsch- und 
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Tischkarten, Schilder fur Regale, Ordner und Hangemappen 
und Einlegern £Or DatentrSger. 
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54 Composite material, printable with computer, in particular for producing business 
cards 

57 Composite material, printable with computer printers, in particular for producing 
information cards or signs that have writing and/or images on them, comprising a layer 
made of a flexible, flat support material exhibiting an inner and an outer surface, a 
superimposed, flat information card material exhibiting an inner and an outer surface and 
an adhesive coat located in between, which connects the inner surface of the support 
material and the inner surface of the information card material in a manner stable during 
printing but later detachable, whereby in the composite material the information card 
material already contains the information card completely punched out in the same plane 
without leaving any punching holding strips and its outer surface can be written on with 
computer printers, characterized in that the adhesive coat to the support material exhibits 
a lower amount of adhesiveness than to the information card and this coat remains in 
place on the inner surface of the information card during detachment and that the 
adhesive coat after detachment is not sticky on the exposed glue coat of the exposed card 
side. 
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"Composite material, printable with computer, in particular for producing business cards" 
Description 

The invention concerns a composite material, printable with computer printers, made of a 
flexible support material, an information card material, and an adhesive coat located in 
between, which composite material is well-suited in particular for producing information 
cards or signs that have writing and/or images on them such as business cards, place 
cards, post cards, greeting cards, photo cards, forms, etc. 

With the improvement of computer printers, in particular laser printers and ink-jet 
printers, anyone can now produce high-quality black-and-white and color print outs in 
small quantities using a computer program. Because the production of visually clean print 
outs, for example, for business cards, place cards, identification cards, forms, etc., was 
formerly possible only using expensive and difficult to operate offset printing shops, a 
need arose to replace this cost-intensive type of printing with less expensive technology. 
Computer printers, however, have the disadvantage that they are only set for operating 
with standardized papers like DIN A4, DIN A3, etc., though business cards, forms, place 
cards, identification cards, etc., exhibit a significantly smaller form which can no longer 
be processed by such printers. 
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An attempt has therefore been made to provide printable papers suited for printing with 
computer printers. 

Business cards and place cards located on DIN A4 sheets that can be removed from the 
sheet of paper after printing are already known. To facilitate this removal, the edges of 
the cards have a prefabricated micro-perforation along which the business cards can be 
separated from the sheet. Such printable card sheets are sold, for example, by Sigel 
GmbH + Co, 86690 Mertingen, Germany, together with the corresponding software 
under the name "CARDDESIGNER R ." Although such micro-perforations can be made 
currently while leaving minute punching holding strips, they still have the disadvantage 
of giving the impression that edges are frayed or uneven. Therefore, there is a need to 
provide printable cards that exhibit no such punching holding strips. 

In DE-A 44 20 027 it is suggested that such cards already completely punched out of the 
rest of the paper sheet be given at least a narrow adhesive tape coated on one side with a 
pressure-sensitive adhesive, which tape covers the line-shaped contact areas between 
adjacent rows of cards and/or between the cards and the rest of the sheet material 
(support material) and thereby attaches the elements of this composite to one another. 
Such composite materials, however, have the disadvantage that the coated adhesive tape 
consists of synthetic material and is therefore difficult to recycle. Moreover, there is the 
risk that the adhesive areas will detach from one another during use. 
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An additional method for producing a support material is described in EP-A 83 69 53. A 
form with a separable card adheres to a support material on the back of the form by 
means of a peeling glue, which support material holds the card in the form. The card is a 
punched unit executed from the form front to the support material. After detachment from 
the support material, the card is free from any adhesive material. 

The objective of the invention, therefore, is to provide such composite materials printable 
with computer printers that are suitable for business cards, place cards, identification 
cards, forms, etc., and that are already pre-punched around the entire circumference in the 
composite without leaving any punching holding strips but that nevertheless do not 
detach from the support material when printing in the computer printers. 

According to the present invention, this objective is achieved according to the Claims by 
providing a printable composite material for producing information cards or signs that 
have writing and/or images on them. 

The composite material according to the invention comprises a layer made of a flexible 
support material, a flat layer made of a card material containing the cards already in 
punched out form and a glue coat located in between, which laminates the layer made of 
the support material and the layer made of the card material in a manner stable during 
printing but later detachable again, whereby the card material exhibits at least one side 
writeable with computer printers, lying on the outside in the composite material, and the 
glue coat to the support material exhibits a lower amount of adhesiveness than to the 
punched out card and whereby the glue coat remains in place on the information card 
during detachment and the exposed glue coat after detachment is no longer sticky. 
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In a particularly preferred embodiment there are both the flexible support material as well 
as the card material forming the later cards, forms, etc., made out of a recyclable material, 
in particular paper. The card material is preferably a somewhat stronger paper material 
with a grammage of preferably 150-250 g/m 2 , and the support material is a thinner paper 
with a grammage of preferably 25-80 g/m 2 , in particular 30-60 g/m 2 , for example, 40-45 
g/m 2 . Particularly preferred are thin, flexible parchment papers or uncoated papers. 

In a preferred embodiment the support material is coated with a release coat at least on 
the inner side in the composite facing the adhesive coat and the information support 
containing the cards and forms at least in the area of the cards to be detached so that the 
inner surface of the support material to the adjacent glue coat exhibits a lower 
adhesiveness than the inner surface of the card material. Preferred release coats are 
siliconized coats. 

Particularly useful are release coats that comprise a mixture of a finish applicable by 
means of a pasting unit, preferably a printing unit, such as a flexographic unit. Preferred 
finishes are acrylates and mixtures of acrylates, in particular of di- and poly-functional 
acrylates. Preferably they exhibit a photoinitiator starting the polymerization reaction. 
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Typical photoinitiators are known to the expert. Particularly well-suited are non- 
yellowing photoinitiators. Such typical radical photoinitiators are 2,2-dimethoxy-l,2- 
diphenylethanone-[benzyl-mono(dimethyl ketal)], ( 1 -hydroxycyclohexyl) 
phenylmethanone, 2-hydroxy-2-methyl-l -phenyl- 1-propanone or also a,a-diethoxyaceto- 
phenone (DEAP). Additional photoinitiators are benzoinmethylether and 2-t- 
butylanthrachinone. The concentration of the photoinitiator in the UV curable finish 
generally depends on the light intensity of the UV lamp used and the time spent under it. 
With standard application and reaction machines, the concentrations of 2-10 weight-%, 
in particular 4-8, preferably 5-7 weight-% have proved to be useful. The photo resist 
contains if necessary additional aids and suitable solvents. The UV finish is also usefully 
given a repellent, usually a silage additive. Useful aids are siloxanes and siloxenes, in 
particular dimethylsiloxenes, like polydimethylsiloxenes. These are present in the release 
coat mixture formed of repellent and finish usually in a quantity of 9-15 weight-%, 
preferably 1 1-14 weight-%. 

Preferred photoinitiators are those that are activated at a wavelength of 200-380 nm. A 
useful radiation curing is 0.5-5 joule/cm 3 , preferably 0.5-1.5 joule/cm 3 . Preferably 
mixtures of at least 2, usefully 3-5, in particular 4 photoinitiators are used. 

The glue for adhering the two layers is preferably chosen from adhesive substances that 
are used to adhere absorbent materials. Preferred in particular are heat-sealing adhesives 
that exhibit a softening point of at least 55°C and a sealing temperature of at least 75, 
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preferably at least 120°C. A sealing temperature above 280°C is possible but not 
preferred. The sealing temperature usefully is below 200°C. Temperatures in the 130- 
160°C range are particularly well-suited. Nevertheless, sealing temperatures of over 
300°C can be used in manufacturing on machines with high line speed. 

Polyacrylate mixtures and polyesters and polyurethane and mixtures thereof have proven 
particularly useful. Preferred are polyester-polyurethane mixtures that are commercially 
available in the form of aqueous dispersions. With the addition of various curing agent 
quantities, the sealing temperature of such synthetic resin glues can be adjusted on a 
infinitely variable basis over a wide range. Usually the curing agents are added in a 
quantity of 0.5-6 weight-%, preferably 1-4 weight-% to the heat-sealing adhesive 
mixture, whereby the sealing temperature is increased. 

Such adhesives are set so that the glue coats produced with them are transparent and 
exhibit a dull surface. For a dull surface, in particular dispersions with particles >0.01 
Hm, preferably >0.05 (xm and in particular >0.1 |am are used. The upper particle limit is 
usually 1 jim, in particular 0.5 jim. Particularly preferred particle sizes are 0.2 \xm. 

Usual curing agents for polyester-polyurethane mixtures are isocyanates, in particular 
polyisocyanates. 

Usually the dispersion adhesives are applied in such a manner that they exhibit a dry 
weight of 6-8 g/m 2 . The wet application weight is usually 15-30, in particular 1 8-22 
g/m 2 , whereby 20 g/m 2 are in particular preferred. 
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Usually the adhesive is applied over the full area in the form of a film. In a preferred 
embodiment a smaller quantity of glue is applied in the area of the detachable cards than 
in the other area. In another preferred embodiment, the area around the punching lines 
defining the circumference or the card edge exhibits a stronger glue coat, for example, 
because the glue is applied thicker there. Usually, the reinforced glue coat is about 3-15 
mm, in particular 5-10 mm wide. In the center of the card, the glue can then be applied 
thinner. 

In a particularly preferred embodiment the adhesive is applied as a grid. The adhesive is 
usually applied by means of cups in the form of adhesive dots. The adhesive dots can be 
applied both evenly over the entire surface as well as with areas of varying density. It has 
proved particularly useful to apply the adhesive dots more densely in the area of the 
punching cuts, preferably in the cuts running transverse to the printer feed direction. In 
the middle of the cards or the information support, which is further away from the 
punching cuts, it is possible to apply the grid only thinly. In this way, the business card 
better adheres to the edge areas that are problematic during printing but can still be easily 
detached. Such a grid system using dots can be applied for example using dosing systems 
like bubble jet, solenoid valve, piezo inject actuators. 



The previously described composite material is obtainable for example in that a flat 
composite material is laminated from a first flat web or layer exhibiting an outer and 
inner surface made of a flexible support material and a second flat web or layer 
exhibiting an outer and inner surface made of a printable card material by means of a glue 
coat located between the two webs. The adhesion or lamination is achieved according to 
the invention in that one firmly presses together the web surfaces facing each other on the 
inside using a roller mill pressing on the outer surfaces of the two webs so that they 
firmly adhere to one another through the glue coat. After lamination, the composite 
material is punched from the outer surface of the printable card material into pre- 
determined areas defining the later printable cards. The punching process is executed in 
such a manner that the area forming the cards or signs is completely cut through by the 
punching without leaving any punching holding strips. In this way, smooth, clean side 
edges are obtained after the card is detached from the composite material. The punching 
occurs preferably into the glue coat but not so deeply that the underlying support material 
loses its stability. Before lamination, the previously defined release coat is applied to the 
inner surface of the flexible support material and/or the flexible card material at least in 
the areas defining the printable cards, then dried, and a glue is applied to at least one of 
the two inner surfaces using a printing unit. After lamination, the glue is dried and/or 
cured. The glue according to the invention is applied in such a quantity and manner that 
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the composite firmly adheres to one another during printing, but the punched out cards 
can be detached from the composite material without any damage. During production, the 
glue is dried and/or cured in such a manner that the remaining glue coat is no longer 
sticky after the punched out cards are detached from the composite material. Preferably 
the punching is executed using a punching cylinder rotating around its longitudinal axis 
without leaving any punching holding strips. 

Such composite materials are used for producing information cards or signs that have 
writing and/or images on them. Such cards and signs are preferably business cards, 
company identification cards, in particular temporary company identification cards, post 
cards, greeting cards, invitations, place cards, photo cards, and photographs, in particular 
for digital photography, as well as insertion signs for shelves, hanging file folders, file 
folders, and name plates for seminars, etc. In addition, the composite materials according 
to the present invention are also usable for producing inserts for media containers such as 
for CD boxes, tool boxes, ZIP carriers, diskettes, record albums, and the like. The cards 
preferably exhibit the standard sizes such as DIN-A6 or DIN-A7, standard business card 
sizes, and the usual photo sizes 10x15, 9x13, or 12x18 cm. 

The invention will be explained in further detail in the following example. 

Fig. 1 shows the printable front side of a sheet according to the invention. Ten pre- 
punched cards are located next to one another in the longitudinal direction in such a 
manner that a reinforcement holding strip remains between them. The punching holding 
strips running lengthwise in the feed direction and defining the narrow card sides run 
through until the sheet end and facilitate the snapping off or detaching of the cards after 
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printing. The punching lines perpendicular to the feed direction do not run all the way 
through, and as a result a sheet holding strip remains on both the left and right of the card 
which prevents an abrupt snapping off when the sheet is fed into the printer so that the 
perpendicular card sides do not easily detach. 

In producing such a sheet, a support paper with a grammage of 45 g/m 2 is rolled off of a 
first continuous web and applied in a glue application using a printing unit with a flexo 
finish, which exhibits 12% of a silicone (polydimethylxyloxene) as repellent and 36% of 
a difunctional monoacrylacrylate and 45% of a polyfunctional acrylate together with 5% 
of a photoinitiator, in a concentration of approx. 20 g/m 2 wet weight and then cured with 
a UV lamp. After drying, a first continuous paper web coated with a separating coat 
containing a silicone repellent is obtained that is joined in a double- web machine in 
another work stage with a second, likewise continuous cardboard web, having a 
grammage of 185 g/m 2 and forming the later information support, i.e., it is laminated wet. 
Before lamination, this second continuous web is coated wet with a synthetic resin glue 
consisting of a polyester-polyurethane dispersion in a quantity of approx. 20 g/m 
(equivalent to 8 g/m 2 dry weight). After these two webs are joined in the previously 
mentioned double-web machine, the composite material obtained is heated with an 
infrared dryer at approx. 150°C, whereby any existing curing agent is activated and the 
dispersion adhesive is cured and at the same time dried. Then by means of a cut 
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punching, the cards, etc., are punched out of the continuous composite and the web is cut 
and punched into DIN-conforming paper sheets. Business cards produced with such 
sheets exhibit an advantage in that they are writable after detachment from the composite 
even from the back using normal ball-point or fountain pens but are protected against dirt 
because of the applied, adhering glue, even if the glue has been applied only in dot grids. 

In another preferred embodiment, the front of the business cards can also be provided 
with a thin glue application that does not hinder ink-jet and laser printing. 
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Claims 

1 . Composite material, printable with computer printers, in particular for producing 
information cards or signs that have writing and/or images on them, comprising a 
layer made of a flexible, flat support material exhibiting an inner and an outer 
surface, a superimposed, flat information card material exhibiting an inner and an 
outer surface and an adhesive coat located in between, which connects the inner 
surface of the support material and the inner surface of the information card 
material in a manner stable during printing but later detachable, 
whereby in the composite material the information card material already contains 
the information card completely punched out in the same plane without leaving 
any punching holding strips and its outer surface can be written on with computer 
printers, characterized in that the adhesive coat to the support material exhibits a 
lower amount of adhesiveness than to the information card and this coat remains 
in place on the inner surface of the information card during detachment and that 
the adhesive coat after detachment is not sticky on the exposed glue coat of the 
exposed card side. 



2. 



Composite material according to Claim 1, characterized in that the support 
material is provided with a release coat at least in the area of its inner surface 
facing the information card. 
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Composite material according to Claim 2, characterized in that the release coat is 
a UV curable finish or varnish. 

Composite material according to one of the preceding Claims, characterized in 
that the support material exhibits at least in the area of its inner surface facing the 
information card a coat that contains a repellent, in particular a silicone. 

Composite material according to one of the preceding Claims, characterized in 
that the adhesive is a synthetic resin glue. 

Composite material according to one of the preceding Claims, characterized in 
that the adhesive is a polyurethane, polyester, and/or acrylic glue. 

Composite material according to one of the preceding Claims, characterized in 
that the adhesive is located in a grid, whereby the grid density increases toward 
the punching lines. 

Composite material according to one of the preceding Claims, characterized in 
that the grid density is greatest on both sides of the punching line. 

Composite material according to one of Claims 1 to 8 as base material for 
producing business cards, forms, identification cards, post cards, greeting cards, 
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10. place cards, signs for shelves, for file folders, and for hanging file folders, and 
inserts for media. 
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